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XXX. A Letter from Mr. Lane, Apothe- 
cary^ in Alderfgate-ftreet, to the Ho- 
nourable Henry Cavendifh, F, R. S, on 
the Solubility of Iron in Jimp k Water^ by 
the Intervention of fixed Air. 



Alderfgate^ftreetj June 5, i769« 

Sir, 

Read Nov, 23,>- ■ 1HE various Impregnations of mi* 
'^ ^" JL neral waters have always been very 
dijfficult to explain : and whoever has read the divers, 
and often contradiftory rpafonings upon the fubjeft, 
muft clearly perceive, that there is ftill room for dif- 
coveries in this part of natural hiftory. 

You, Sir, by your accounts of fixed air, and of 
Hathbone-place water, related in the laft volume of 
Philofophical Tranfadions, have obliged the public 
with many additional h'ghts on this branch of know- 
ledge \ and, from your known accuracy, and diligent 
purfuits in moft philofophical inquiries, the learned 
world has great reafon to hope for many other new 
and ufeful improvements, To your judgment there- 
fore> I fubmit the following experiments ; which are 
Intended to ihew, that iron is foluble in limple water, 
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by the intervention of fixed air j and thence, that it 
is very probable, many different chalybeate fprings 
fuftain their metallic charge by this means only. 

The folution of iron in mineral waters, efpecially 
in fuch as, by expofure, readily lofe the property of 
ftriking a purple colour with aftringent vegetables, 
has ufually been attributed to fome fubtile gas, or vo- 
latile acid. Chymiftry, however, does not difcover 
any acid folvent for iron, but what has greater affi- 
nity with alcalies ; and by means of which, there- 
fore, this metal will be precipitated. Hence if any 
Water appears, with a predominant alcali, which has 
alfo the power of tinging with galls, and, on being 
expofed to the open air, lets fall the iron, and lofes 
that property 5 may We not conclude the metal to 
have been fulpended by fome other medium ? 

This, for example, is plainly the cafe in German 
Spa water, which Dr. Brownrigg has proved to 
abound with fixed air. Your own very curious ex- 
periments, before cited, have clearly (hewn, that 
calcarious earths may be fufpended in water by this 
principle of fixed air. And thefe have led me to 
examine, whether iron might not be diflblved by the 
fame natural means. 

I would not, however, be fuppofed to deny, that 
iron is frequeiitly found united with an acid. The 
faft is fufficiently evinced in the pyrites and vi- 
triolic earths. Nor can I doubt, but that thefe fub- 
ftances do largely contribute to the primary impreg- 
nation of waters, they being fo readily foluble in 
them. But as an alcali, or abforbent earth, is often 
found more than fufficient to faturate the acid in mi- 
neral waters ; this would efFe<ftually difengage every 
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particle of Iron diffolved by an acid, unlefs the metal 
was fupported by fome other menftruum. 

My endeavours, therefore, to detefl: this folvent, 
by experiments, are what I now beg leave to lay be- 
fore you, in the order I made them. 

Experiment I. 

A wide-mouthed bottle, containing half a pint of 
diftilled water and fixty grains of fteel-filings, was 
fufpended forty-eight hours over fome diftillers me- 
lafles, in briik fermentation : (o as to receive the fixed 
air efcaping from the fermenting liquor; the furface 
of which was ten inches below the mouth of the 
bottle. Immediately after its removal, the clear water 
was decanted from the filings and ochrous fediment. 

This liquor had a brifk and ferruginous tafte, with 
a flavour of the melafiTes. An infufion of galls, or 
green tea, foon changed part of it to a colour like 
ink. The remainder, being expofed to the open air, 
prefenriy became turbid, threw up a party-coloured 
pellicle, and depofited a ycUowifh fediment. 

The water now retained but very little power of 
tinging with galls i and in a few days loft this pro- 
perty entirely. 

Experiment II. 

Fourteen ounces of coarfe fugar, diflblved in feven 
pints of water, were mixed with half a pint of yeaft, 
in a botde capable of holding more than twice the 
above quantity. One end of a bent tube was luted 
into this veflel, fo that no air might efcape but through 
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the tube; the other end was loofely inferted two 
inches within the mouth of another large bottle, 
charged with four hundred grains of iron filings, and 
fixty ounces of diftilled water. After remaining 
twelve hours in this fituation, the fugar working 
briikly, an ounce phial was let down gently into the 
bottle, and filled. The water from the phial, with 
one drop of tindure of galls *, changed in a few mi- 
nutes to a light rofy purple. The liquor being 
fhaken, and another phial-full taken up foon after, 
one drop of the tindure gave a deeper colour than 
before. In an hour and half more, after being 
fhaken again, the phial-full received a ftill deeper 
purple, from the like quantity of tindure. The bottle 
continuing as before near five hours longer j when 
the quantity of fixed air from the fermenting liquor 
was fuppofed fufficient to have faturated the water ; 
the liquor appeared very turbid on being fhaken ; 
and, after ftanding another hour, under the tube, to 
fettle, the whole was filtered. 

Thirty ounces of the clear liquor was poured into 
two Florence flafks, and the remainder into phials, 
which were afterwards well corked. Two of thefe 
phials had their corks dipped into melted refin, fo as 
to cover the mouths of the bottles. Two others were 
enclofed with a pafte or lute* 

Notwithftanding the above precautions to prevent 
the efcape of air, the liquors in each foon grew tur- 
bid, and by the next morning depofited yellow fe- 
diments. 

* This tin(Slure was made by infufing half an ounce of pow- 
dered galls in eight ounces of proof fpirit, for four days, without 
heati 
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This water had a fmart chalybeate tafte, fome- 
what refembling Spa water ; with a flight flavour of 
the fermenting liquor. 

One drop of tinfture of galls gave a rofy purple 
colour to a wine-pint of this water. 

Syrup of violets turned it green *. 

Soap leys, or even alcaline falts, either fixed or vo- 
latile in their natural Hates, foon changed this liquor 
green, and rendered it turbid, whence a yellow fedi- 
mentenfued. 

But neither of the alcaline falts, when previoufly 
faturated with fixed air, produced any perceptible 
alteration. 

Nor did any viflble change happen on the addition 
of acids. 

The thirty ounces of water, in the flaflis before 
mentioned, after being boiled twenty minutes, to ex- 
pel the air, became very turbid, and let fall fedi- 
ments. The clear liquor being decanted^ the re- 
mainder was paflfed through a filter, and, after dry- 
ing, the paper appeared to have gained two grains 
and a quartern 

This ochrous refiduum could not be again dif- 
folved in water, by means of fixed air; but was fo- 
luble in the vitriolic acid. The folution, diluted and 
filtered, received no colour from galls, until alcali 
was added to faturate the redundant acid y after which 
it ftruck a purple, as in common folutions of iron. 



^ Simple diftilled water, faturated with fixed air, by any 
means I have tried, makes no change in fyrup of violets : and^, 
when mixed with foap, does not curdle.. 
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The liquor, decanted after boiling, neither changed 
colour with galls, nor fhewed any precipitation with 
lime-water. 

Experiment IIL 

A common quart-bottle was half filled with dif- 
tilled water, to which were added an hundred grains 
of fteel-filings. To thefe was introduced, by means 
of the bent tube, as much fixed air, obtained from a 
folution of alcaline fait in the vitriolic acid, as was 
judged fufficicnt to fill the bottle. The whole be- 
ing then ihaken, with my hand over its mouth, the 
bottle ftuck like a cupping-glafs. About the fame 
quantity of air being again added, the bottle, after 
Shaking, had lefs adhefion than before. On repeat- 
ing this experiment, a third time, with frefli air, the 
adhefion was fcarcely perceptible. And after the 
fourth trial, a fmall portion of air was obferved to if- 
fue from the bottle.. The water now gave a deep 
colour with tinfture of galls. 

This experiment was repeated with fixed air 
from difierent combinations. As alfo by pafflng this 
air through a veflel of pearl-afh, to arreft any acid 
which might efcape from the effervefcing mixtures. 
But the folutions of iron, in all the trials, appeared to 
be exa6:ly fimilar^ except fome trifiing difference in 
UikQ and finell. 

EXJPERIMINT IV. 

^ A bottle, witfi the like quantity of Heel-filings and 
diftilJed water at. in.. Experiment, the Fiifi rejnaiiied 
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in a room many weeks ^ yet although it was fre- 
quently fhaken, and had an ochrous fediment, it gave 
no colour with tindure of galls, 

Experiment V. 

A fingle grain of iron in folution ^, diluted with a 
pint of diftilled water, changed to a deep blue purple, 
with the tindure of galls. Half a pint of the like 
mixture, expofed many days in a wide-mouthed 
glafs covered loofely with paper^ let fall a flight pre- 
cipitation ; but its property of tinging with galls was 
not fenfibly diminiftied. The fame quantity being 
boiled four or five minutes, in a Florence flaflc, be- 
came turbid, and depofited a fmall portion of an 
ochrous fediment. The tindure of galls, never- 
thelefs, gave as deep a colour to the clear liquor, as 
it would have done before boiling* 

The foregoing experiments feem to prove, that 
iron remains quite unafFeded by pure water, but may 
eafily be diiTolved in it on the addition of fixed air 5 
and that in whatfoever manner this air is generated, 
the event will appear the fame* The laft experiment 
{hews, that where iron is fufpended in water, by an 
acid, neither expofure nor boiling will deftroy its pro- 
perty of tinging with galls ; which is the reverfe of 
what we find to be the cafe with many ferruginous 
waters* Experiment the Second more particularly 

* Iron-filings wei-e diftblved in diluted oil of vitriol to fatu- 
ration j and, by experiment, one grain of the metaJ, with about 
two grains and a quarter of the acid, were found to be con- 
tained in fixty^eight grains of the folution# 

teaches. 



I 223 ] 

teaches, that the iron, diflblved in water by fixed air, 
is at leaft equal in quantity to what is commonly 
afcribed to moft chalybeate fprings : that this air, by 
which the metal is held in folution, is fimilar to that 
elaftic vapour, fo often mentioned by writers on thefe 
fubjeds ; which cannot be wholly retained by the 
clofeft corking, but, gradually efcaping, fufFers the 
ochrous matter to fubfide. And that fixed air has 
greater affinity with alcalies than with iron, becaufe 
addition of alcaline fubftances, not faturated with 
fixed air, will difengage the metal, while fuch as are 
charged with this principle produce no alteration. 

Thefe conclufions feemed to account for many 
particulars relating to medicated fprings ; but as all 
my trials had been made with iron in its metallic 
itate, which is rarely found in nature, it was necef- 
fary to repeat them upon this mineral in the ftate of 
ore. I proceeded, therefore, to different experiments 
upon various ores ; but did not find any of them to 
anfwer my expectation, except what is called iroa 
fand ore, which feems to contain a perfed: iron. 

This, at firft, offered a material objedion to my 
former inference. But, upon a little confideration^ it 
occurred, that waters, being firft charged with pyri- 
tical matter, might afterwards have their acid neu- 
tralized with alcaline or calcarious fubftances, and the 
iron yet remain fuipended by air generated in the fa- 
turation. And 1 was the more ready to adopt this 
opinion, as it would explain, very naturally, the ap- 
plication of fixed air to this bufinefs of folution ; 
which, I confefs, had hitherto been to me fome- 
what difficult to account for. It was neceffary, 
however, to examine the truth of this theory, by 
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the teft of experiment, which I did in the following 
manner. 

Experiment VL 

To a pint of diftilled water, mixed with one grain 
of iron dillc)lved (as in Experiment the Fifth), were 
added forty grains of foap leys. 

And to two ounces of lime*water, diluted with 
fourteen ounces of diiliiled water, was added a grain 
of iron in folution* 

In both cafes the point of faturation was intendeds 
The two mixtures inftantly turned green, grew tur- 
bid, and let fall fediments of the fame colour. The 
liquors, being filtered, gave no tinge with tindureof 
galls. 

Experiment VIL 

A quart of water was mixed with two grains of 
Iron> as before. 

To one moiety, three grains of fait of tartar in fo* 
lution was inflilled. It firft appeared green^ foon 
changed yellow, and gave an orange-coloured pre- 
cipitate. 

To another portion two grains of powdered chalk 
being added, it prefently became ftraw-coloured, and 
after continuing nine hours in a well-corked phial, 
was yet turbid, with a yellow fedimenti 

The waters being both filtered, part of each 
changed to a purple, with tindure of galls. The 
remainder being boiled, a farther precipitation en- 
fued, and the clear liquor no longer produced any 

alteration with galls* 

^ This 
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This experiment being repeated %?ith magnefij, 
find v/ith the earth of alum, fhewed no fenfible dif- 
ferencct 

The quantity of Iron, left diffolved In the liquor, 
was found in proportion to the volume of mt ge* 
nerated during the faturation. 

If the quantity of alcali or abforbent earth was In- 
fufficient to faturate the acid, part of the iron wotilci 
remain in the water after boiling. Ail which were 
difcoverable by the tinfture of galls. 

Experiment VIIL. 

To a pint of diftllled water, being faturated with 
fixed air, and containing four grains of chalk, was 
added a grain of iron in folution 1 the mixture con- 
tinued pellucid. 

Another grain of diilbl?ed iron was diluted with a 
like quantity of water, previoufly faturated with air 
from a folution of pearl-alh in vitriolic acid: eight 
grains of fait of tartar, cryftallized with fixed air, and 
diffolved, were added to' this mixture: a flight de- 
gree of cloudinefs enfued, but difappeared on fhak- 
ingi after which the liquor much refembled Spa- 
water 1 only it tailed fironger of the iron. The 
quantity of chalk, and alcaline fait, in this experi- 
ment, was more than fulRcient to neutralize the 
acid. 

Both the above mixtures, on txpofure, became 
turbid, threw up pellicles, depofited ferruginous fedi* 
ments, and loft their power of ftriking a purple with 
galls. 
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Solutions of iron, and of its ores, in the marine and 
nitrous acids, as alfo pyrites dlflblved in rain- water, 
were fubftituted, by turns, inftead of the original iron 
in vitriolic acid j and they all gave a purple colour 
with tindure of galls. 

The trials were repeated with lime-ftone, marble, 
iiland cryftal, ofteocoHa, and magnefia, in lieu of 
chalky and with volatile and mineral alcali, replete 
with air, in the room of fait of tartar 5 but no mate- 
rial difference was obferved. 

The fuccefs of thefe experiments compleatly an- 
fwered my expedlations. They fatisfied me, that any 
acid holding iron diffolved, and diluted with water, 
might not only be neutralized, but the water charged 
with an excefs of alcaline or earthy matter, without 
precipitating the metal ; and that the folvent, in thefe 
cafes, could be no other than Fixed Air. Since the 
ir0n remained iti folution, only where this principle 
originally abounded in the water, or was afterwards 
generated in the faturatipn. 

Thus much being determined, it feemed eafy ta 
apply the difcovery to the more perfect analyzat ion of 
fome waters ; and to the re-produdion of others, by 
art, which fhould exadly refemble thofe of natural 
medicated fprings. This is a tafk I {hou Id probably 
have undertaken^ at kifure; had I not been informed, 
that Dr. Watfon, junior, by whofe converfation my 
thoughts were firft led to the fubjed, is already en- 
gaged in fomething of this fort. This gentleman 
faw many of the foregoing experiments repeated 5 and, 
as be is fince gone to the German Spa, I dare fay, his 
'ibilitie^ ajid application will fufficiently improvo 
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the opportunity : I (hall gladly^ therefore, wait the 

refult of his enquiries. 

To conclude then: It appears to me highly pro- 
bable, that fixed air is generally neceflary to the ioi- 
iregnation of mineral fprings. That by the right 
mowledge of this principle, we may now folve moil: 
difficulties that have arifen on this (ubjed f and very 
poffibly be able, hereafter, to imitate nature, in the 
lormation of medicated waters. Whether my con- 
clulions are well founded, I with pleafure refer to 
your candid decifion. And am, 

S I R, 

with great refped, 

Your much obliged, 
humble fervant, 

T# Lane. 
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